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(54) Title: COMPOSITION AND METHOD FOR POLISHING IN METAL CMP 



(57) Abstract 



A composition is provided in the present invention for polishing a composite semiconductor structure containing a metal layer (such 
as tungsten, aluminum, or copper), a ban-ier layer (such as tantalum, tantalum nitride, titanium, or titanium nitride), and an insulating layer 
(such as Si02). The composition comprises an aqueous medium, an abrasive, an oxidant, an organic polymer that attenuates removal of the 
oxide film having a degree of polymerization of at least 5 and having a plurality of moieties having affinity to surface groups contained on 
silicon dioxide surfaces. The composition may optionally comprise a complexing agent and/or a dispersant. 
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COMPOSITION AND METHOD FOR POLISHING IN 

METAL CMP 

The present application claims priority to co-pending 
provisional application No. 60/088,849 filed June 10, 1998, 

BACKGROUND OF THE INVENTION 

Field of the Invention 

15 The invention described in this patent pertains to the polishing 

and planarization of integrated circuit surfeces, particularly those 
comprising a metal, a barrier layer, and an insulating layer. 



20 



Discussion of Related Art 



Chemical/Mechanical Planarization (or polishing), or CMP, is 
an enabling technology used in the semiconductor industry to 
remove/planarize various thin films from the surface of 
semiconductor substrates during the production of integrated circuits, 

25 While initial applications of this teclmology focused on the polishing 
of dielectric fihns (such as Si02), polishing of metal films used for 
circuit interconnects is undergoing rapid growtL Currently, tungsten 
and aluminum are the most common metals used for interconnect 
structures. However, copper interconnects, coupled with low-k 

30 dielectrics, have the potential (when compared to Al/Si02) to 
increase chip speed, reduce the number of metal layers required, 
minimize power dissipation, and reduce manufacturing costs. 

However, the challenges associated with the successfiil 
35 integration of copper interconnects are not trivial. A typical copper 
interconnect structure contains a trench formed in silicon dioxide 
(typically 10,000 angstroms deep and 1-100 microns wide) formed 
above the silicon substrate. A barrier layer of material (used to 
improve adhesion of the copper as well as inhibit the diffusion of 
40 copper into the dielectric structure) is typically deposited after the 
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trench is formed, and is ususally composed of either tantalum, 
tantalum nitride, titanium, or titanium nitride. This barrier material is 
also deposited on the horizontal dielectric surface above the trench. 
The barrier layer is typically < 1000 angstroms thick. Copper is then 
5 deposited by chemical vapor deposition or electroplating on top of 
this structure in order to fill the trench structure. To insure complete 
filling of the trench, an overlayer of copper of 10,000-15,000 
angstroms is usually required. CMP is tihen used to remove the 
overburden of copper above the trench and the horizontal barrier 

10 material above the trench. In order to do this successfully and 
economically, the copper removal should be as fast as possible, 
typically above 3000 angstroms/minute. Also, to avoid removal of 
the copper within the trench (typically referred to as "dishing"), 
removal of the barrier layer at rates comparable to that of the copper 

15 fihn are necessary. Additionally, to avoid degradation of the SiOi 
film beneath the barrier layer (typically referred to as "erosion"), and 
to improve global planarization, the removal rate of the underlying 
dielectric film should be as low as possible. In summary, the 
selectivity for the removal rate of the barrier fihn (tantalum, tantalum 

20 nitride, titanium, or titanium nitride) should be hi^ with respect to 
the copper film, while the selectivity for the removal rate of the 
dielectric film (Si02) should be low (preferably <100:1). 

To accomplish these requirements, a two-step polishing 
25 process using two different slurries has been proposed. In U.S. Pat 
No. 5,676,587, Selective Polish Process for Titanium, Titanium 
Nitride, Tantalum, and Tantalum Nitride, a two-step process using 
first (1) a slurry to remove the majority of the metal fihn (such as 
tungsten or copper) and second (2) a slurry to remove the barrier film 
30 is proposed. 

To suppress the removal rate of silicon dioxide during CMP 
processes, various additives have been previously suggested that 
passivate the silicon dioxide surface. In U.S. Pat No. 5,614,444, 

35 Method of using Additives with Silica-Based slurries to Enhance 
Selectivity in Metal CMP, an additive comprising at least one polar 
component and one apolar component is suggested to suppress oxide 
removal. This patent lists a number of compounds containing both 
polar and non-polar groups, which are either anionic (potassium 

40 butylsulphate), cationic (tetrabutyl ammonium hydroxide), or non- 

2 
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ionic (butanol). However, this patent claims as a necessity both a 
polar and apolar component (group) to be present. 

In U.S. Pat. No. 5,876,490 pplyelectrolytes are used to coat 
the abrasive particles in a slurry. The polyelectrolytes impart normal 
stress effects to the slurries. In solution, the polyelectroltes exhibit 
normal stress effects and their adsorption on the abrasive particles 
impart the same behavior to the particles. 

According to U.S. Pat. No. 5,876,490 , in order to achieve 
planarization, the quantity of polyelectrolyte in the abrasive 
suspension is such that a fraction of the particles will be coated with 
the polyelectrolyte, while another fraction of the abrasive particles 
will remain imcoated. In order to achieve this, the weight percent of 
the polyelectrolyte should be about 5 to about 50 percent, preferably 
about 15 to about 30 percent by, weight, and most preferably about 
20 percent by weight of the abrasive particles in the slurry. These 
ratios depend somewhat on the relative size of the abrasive particles 
and the polyelectrolyte. 

The slurry compositions of U.S. Pat. No. 5,876,490 that 
contain the polyelectrolyte are preferably prepared by adding the 
polyelectrolyte to the slurry already containing the abrasive particles, 
thereby coating a fraction of the abrasive particles "in situ." In an 
alternative procedure, a fraction of the abrasive particles can be 
precoated and then admbced with the slurry containing the remaining 
abrasive particles which will be uncoated. In addition, it may be 
desirable to pretreat a portion of the abrasive particles to render them 
more susceptible to adsorption of the polyelecfrolyte from the slurry. 

U.S. Patents Nos. 5,391,258; 5,476,606; 5,738,800; 5,770,103 
describe compounds which in CMP slurries provide attentuation of 
silicon dioxide removal. These patents are hereby incorporated by 
reference and made a part of this specification. 



SUMMARY OF THE INVENTION 

The present invention is directed to one or more organic 
polymers which have surprisingly been found to attenuate the 

3 
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removal of the oxide film during metal CMP and ofifers an 
improvement over earlier slurries. This organic polymer is a high 
molecular weight organic polymer containing a carbon backbone with 
flinctional moieties extending from the backbone. The functional 
5 moieties interact strongly with the silicon dioxide surfece so as to 
provide a protective layer that inhibits the removal of the sihcon 
dioxide film at appreciable levels. The mechanism of interaction 
between the functional moieties and tiie hydroxyl surfece is, though 
not limited to, that observed in the hydrogen bonding of polar species 

10 (such as the interaction of hydroxyl groups). The organic polymer is 
fiirther defined as a high molecular weight organic material, having a 
degree of polymerization of at least 3 (i.e., 3 monomeric units 
polymerized into a molecule), more preferably more than 10, and 
most prefereably greater than 50. The organic polymer comprises a 

15 plurality of moieties having aflSnity to surface groups (i.e., silanol and 
siloxane) contained on silicon dioxide surfaces. These moieties are 
commonly polar moieties, such as, but not limited to, hydroxy, 
carboxy, carbonyl, alkoxy, sulphonyl, and phosphonyl. Examples of 
this type of organic polymer molecule includes poly-vinyl alcohol, 

20 poly-vinylpyrrolidone, poly-methyl methacrylate, poly-formaldehyde, 
poly-ethylene oxide, poly-ethylene glycol, and poly-methacrylic acid. 

Many of these same compounds are mentioned as being useful 
for coating abrasive particles in U.S. Patent No. 5,876,490 as 

25 discussed above. Their use as a silicon dioxide rate suppressant is 
not mentioned in '490. Moreover, the polyelectrolytes of the present 
invention have been found to be effective as a silicon dioxide rate 
si^pressant at concentrations below about 5 percent by weight of the 
abrasive particles in a sluny. They have also been found to be 

30 effective when having a molecular weight of greater than about 
10,000. 

Another aspect of the present invention is a method of 
polishing a substrate comprising a metal and an insulator wherein the 
35 substrate is pressed against a polishing pad, the substrate and the pad 
are moved relative to each other, and a polishing composition is 
applied to said pad during the polishing operation. The polishing 
compositions of the present invention are useful for such methods. 



4 
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DESCRIPTION OF PREFERRED EMBODIMENTS 

The slurries used in this invention were prepared with the 
following general protocol In every case, the chemical additives are 
5 first dissolved in deionized water. After all the chemical additives 
are dissolved in the deionized water, the pH is adjusted to the desired 
level In a separate vessel, the abrasive package which is comprised 
of the inorganic oxide abrasive particles in deionized water is mixed. 
The pH of the abrasive package is also adjusted to the desired level 
10 The final step in the slurry formulation preparation is the combining 
of the aqueous chemical package with ttie aqueous abrasive package. 
Contrary to prior art, a polyelectrolyte additive can be added into this 
aqueous solution without any special abrasive adsorption 
requirements. 

15 

Typically, the list of chemical additives includes an oxidizing 
agent, the oi^anic polymer removal rate suppressant of this invention, 
and optionally a complexing agent and/or a dispersant. The order of 
mixing of this chemical package need only be chosen such that there 
20 is complete solubilization of all the additives. 

A complex as defined in "Advanced Inorganic Chemistry", F. 
A. Cotton and G. Wilkinson, 3"* ed., Wiley Interscience is: "The 
terms 'coordination compound' and ^complex' may be broadly 

25 defined to embrace all species, charged or uncharged, m which a 
central atom is surrounded by a set of outer or ligand atoms, whereby 
the energy of the system is lowered, (ie E > 0 and/or G < 0). An 
example of a neutral complex is SF^, where the central S atom is 
surrounded by 6 F atoms in an octahedral arrangement. An example 

30 of a positive complex ion is [Cu(NH3)4]^^, where the central Cu atom 
is surrounded by 4 NH3 molecules in a tetrahedral arrangement. An 
exan^le of a negative complex ion is [Cu(Cl)5]^', where the central 
Cu atom is surrounded by 5 CI atoms in a pentagonal bipyramid 
arrangement." Examples of common ligands, which in tiie slurries of 

35 this invention are called complexing agents, are acetic acid, citric 
acid, ethyl acetoacetate, glycolic acid, glyoxylic acid, lactic acid, 
malic acid, oxalic acid, salicylic acid, sodium diethyldithiocarbamate, 
succinic acid, tartaric acid, thioglycolic acid, glycine, alanine, 
aspartic acid, ethylene diamine, trimethylene diamine, 1,2 

40 ethanedithiol, 1,4 dithiothreitol, bis(methylthio)methane, 

5 
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dimethyldithiocarbamate, 5-methyl 3,4 thiadiazole-2-tiiiol, malonic 
acid, gluteric acid, 3-hydro?Qrbutyric acid, proprionic acid, pthallic 
acid, isopthallic acid, 3-hydroxy salicylic acid, 3,5-dihydro5Q' 
salicylic acid, and galic acid. 

5 

The slurries of this invention may optionally comprise a 

dispersant Aque 

The oxidizing agent in the compositions of the present 

mvention may be comprised of any of the common oxidizing agents 
10 such as nitrates, iodates, chlorates, perchlorates, chlorites, sulphates, 

persulphates, peroxides, ozonated water, and oxygenated water. 

Oxidizing agents can be used in slurries for CMP at concentrations of 

about 0.01% to about 7% by weight. Generally they are used at 

concentrations of about 1% to about 7% by weight. An iodate is a 
15 preferred oxidizing agent Most preferred is potassium iodate at 

about 2% to about 4% by weight. 

In the examples presented below, silica and titania were 
predominantly used as the abrasive component in the slurries tested. 
20 However, any metal oxide or polishing abrasive (such as alumina, 
ceria, zirconia, barium carbonate, or diamond) could also be used. 



EXAMPLES 

25 

Unless otherwise indicated, all percentages mentioned in the 
following examples are by weight in the slurries described. 

Example 1 ; Table 1 shows the results of polishing copper, 
30 tantalum, and silicon dioxide (formed from TEOS) wafers containing 
various amounts of complexing agents and oxidants. These 
experiments were carried out on an IPEC/Westech 372U polisher 
using a Rodel IC1400 pad under the conditions of 5 psi down 
pressure, 60 rpm carrier speed, 50 rpm platen speed, and a slurry 
35 flowrate of 110 ml/min. 6 inch sheet wafers were used. All slurries 
in this example contain 10% colloidal silica abrasive (Klebosol 
1498), were at a pH of 10.5, and were adjusted to that pH with 
varying amounts of potassium hydroxide. 

Table 1 

40 

6 
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/o \j\aLiC 

Acid 


/o xiyarogen 
Peroxide 


"DD r'tt 


RK Fa 


RR S1O2 


1 


0 


0 


202 


340 


1149 


2 


0 


2 


314 


495 


1261 


3 


3 


0 


214 


416 


1264 


4 


3 


2 


2038 


1035 


1202 



10 



These results show that in order to get high removal rates of 
both copper and the tantalum, it is necessary to have both a 
complexing agent that increases the solubility of both metals in 
aqueous solution, as well as contain a oxidant such as hydrogen 
peroxide. With this combination of components, it is possible to have 
satisfectory removal rates of copper while retaining a good selectivity 
(approximately 2:1) between the removal rates of copper and 
tantalum. It is also ^parent from this example that additional 
components are needed to inhibit the removal rate of silicon dioxide. 



15 



20 



25 



30 



Example 2: Table 2 shows the results of polishing copper and 
silicon dioxide (formed from TEOS) wafers containing various 
amounts of agents that are thought to suppress oxide removal. These 
e}q)eriments were carried out on an IPECAVestech 372U polisher 
using a Rodel IC1400 pad under the conditions of 5 psi down 
pressure, 3 psi back pressure, 60 rpm carrier speed, 50 ipm platen 
speed, and a slurry flowrate of 1 10 ml/min. 6 inch sheet w^ers were 
used. All slurries in this example contain 10% colloidal silica 
abrasive (Klebosol 1498), 3% oxalic acid, 0.2% ammonium 
Itydroxide, 0.2% hydrogen peroxide, and were adjusted to the pH 
listed with varying amounts of potassium hydroxide. The poly- 
vinylpyrrolidone (PVP) used in the experiment below has a molecular 
weight between 10,000 and 30,000 daltons (i.e. has a degree of 
polymerization between 90 and 270). Sodium dodecyl sulfate (SDS), 
a traditional surfactant with a polar functional group and a long-chain 
hydrocarbon tail, is also tested for comparison. 

Table 2 



I Sample | %PVP [ % SDS | pH | RRCu | RR | olislQ 



7 

SUBSTITUTE SHEET (RULE 26) 



wo 99/64527 



PCT/US99/13244 













SiOj 


Selectivi 

ty 


1 


0 


0 


6 


8566 


1070 


8 


2 


0 


0 


8 


8166 


1066 


7.7 


3 


1 


0 


6 


6727 


133 


50 


4 


1 


0 


8 


7207 


129 


56 


5 


0 


0.5 


6 


8591 


1093 


7.9 


6 


0 


0.5 


8 


8187 


1076 


7.6 



These results show that in order to get high removal rates of 
copper and low removal rates of silicon dioxide (i.e., high 
selectivities), it is necessary to have an additional component such as 
5 PVP to suppress the silicon dioxide removal rate while not 

suppressing the copper removal rate. Also, traditional surfactants 
like SDS are observed not to significantly effect the removal rate of 
oxide or copper films. 

10 

Example 3 : Table 3 shows the results of polishing copper and 
tantalum wafers containing various amounts of complexing agents 
and oxidants. These experiments were carried out on an 
IPEC/Westech 372U polisher usmg a Rodel IC1400 pad under the 

15 conditions of 5 psi down pressure, 3 psi back pressure, 60 rpm carrier 
speed, 50 rpm platen speed, and a slurry flov/rate of 1 10 ml/min. 6 
inch sheet wafers were used. All slurries in this example contain 
10% colloidal silica abrasive (Klebosol 1498), 0.75% of PVP, and 
were adjusted to that pH with varying amounts of nitric acid or 

20 potassium hydroxide. 



Table 3 



Sample 


% Oxalic 


% 


pH 


RR 


RR 




Acid 


Hydrogen 
Peroxide 




Cu 


Ta 
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1 


0 


0 


2.5 


206 


920 


2 


0 


0 


6 


226 


132 


•3 
J 


U 


2 


2.5 


866 


372 


4 


0 


2 


6 


256 


312 


5 


2 


0 


2.5 


115 


442 


6 


2 


0 


6 


75 


249 


7 


2 


2 


2.5 


6237 


430 


8 


2 


2 


6 


1490 


489 



These results show that in order to get high removal rates of 
copper while retaining good tantalum removal rates , it is necessary 
to have both an oxidant and a complexing agent contained in the 
5 slurry . 



Examoie 4 : Table 4 shows the results of polishing copper, 
tantalum, tantalum nitride, and titanium wafers at two diflFerent pH 

10 levels. These experiments were carried out on an IPEC/Westech 
372U polisher using a Rodel IC1400 pad under the conditions of 5 
psi down pressure, 3 psi back pressure, 50 ipm earner speed, 60 rpm 
platen speed, and a slurry flowrate of 120 ml/min. 6 inch sheet 
wafers were used. All slurries in this example contain 7% titania 

15 abrasive (Degussa P-25), 0.7% of PVP, 4% oxalic acid, 1% hydrogen 
peroxide, and were adjusted to the specified pH by varying the 
amount of potassium hydroxide. 

Table 4 

20 



Sanqile 


pH 


RR 


Cu:Ta 


Cu:TaN 


Cu:Ti 


CurSiOj 






Cu 


Selectivity 


Selectivity 




Selectivity 


1 


5.0 


2950 


7 


3 




>100 


2 


6.2 


1600 


3.9 


1.3 


2.6 


> 100 



These results show that, by using an oxide suppressant, such as 
PVP, very high Cu:Si02 selectivities (above 100:1) can be achieved. 



Example 5: Table 5 shows the results of polishing pattemed 
wafers. These experiments were carried out^on an IPECAVestech 
372U polisher. For Sample 1, a Rodel IC1400/K-XY pad was used 

9 
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with the polishing conditions of 3 psi down pressure, 2 psi back 
pressure, 40 rpm carrier speed, 65 rpm platen speed, and a slurry 
flowrate of 150 ml/min. For Sample 2, a Rodel ICIOOO pad under the 
conditions of 4 psi down pressure, 3 psi back pressure, 75 rpm carrier 
5 speed, 60 rpm platen speed, and a slunry flowrate of 1 50 ml/min. All 
slurries in this example contain 7% titania abrasive (Degussa P-25), 
0.7% of PVP, 4% oxalic acid, 1% hydrogen peroxide, and were 
adjusted to the specified pH by varying the amount of potassium 
hydroxide. 



Table 5 



Sample 


pH 


Dishing 


Dishing 


Oxide Erosion 






1 micron line 


100 micron pad 


50% pattern 
density 


1 


5.0 


1836 


1390 


49 


2 


6.2 


1120 




560 



These results show that the oxide erosion experienced with 
slurries containing compounds such as PVP is much lower than that 
typically observed. 



20 Example 6: The use of a polymeric additive has been shown 

to be eflfective at a wide range of dosing levels. In this example, PVP 
was added to a copper polishing slurry at a level of about 4% based 
on the total abrasive using the slurry preparation method described 
above. Polishmg performance was measured using a Strasbaugh 6EC 

25 with a down force of 5 psi and a platten speed of 80 rpm. Slurry 
flow rate was 1 50 ml/min. 

In this example, the test slurry comprised KI03 as an oxidant 
and lactic acid as a copper complexing agent, and 4% PVP based on 
30 the abrasive present. The polishing removal rate results are given in 
Table 6 below. 

Table 6 

Removal Rate Performance of a PVP containing Copper Slurry 
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Copper RR (A.min) 


TaNRR(A/min) 


Oxide RR (A/rain) 


4465 


137 


165 



Based on the data in Table 7, it is clear that PVP can be 
utilized at low concentrations in a metal polishing slurry in order to 
achieve good selectivity and low oxide removal rates. 

Nothing in the foregoing Examples and discussion should in 
any way limit the scope of the present invention which is given in the 
claims to follow. 
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CLAIMS 

1 . A composition, which is an aqueous slurry useful for the 
chemical-mechanical polishing of substrates which contain a metal 

5 and an insulator, comprising: water, submicron abrasive particles, an 
oxidant, and an organic polymer which attenuates removal of an 
oxide film said organic polymer having a degree of polymerization of 
at least 3 and having a plurality of moieties having aflBnity to surfece 
groups contained on silicon dioxide surfeces. 

10 

2. A composition according to Claim 1 wherein said moieties are 
from the group consisting of hydroxy, carboxy, carbonyl, alkoxy, 
sulphonyl, and phosphonyl. 

15 3 . A composition according to Claim 2 wherein said organic 

compound is from the group consisting of poly-vinyl alcohol, poly- 
vinylpyrrolidone, poly-methyl methacrylate, poly-formaldehyde, 
poly-ethylene oxide, poly-ethylene glycol, and poly-methaciylic acid. 

20 4. A composition according to Claim 3 wherein said organic 
compound is poly-vinylpyrrolidone. 

5. A composition according to Claim 1 wherein said organic 
compound is present in said composition at a concentration less than 

25 5 weight percent based on the weight of said submicron abrasive 
particles present in said composition. 

6. A composition according to Claim 1 wherein said organic 
compound has a molecular weight of greater than 10,000 

30 

7. A composition according to Claim 1 wherein said composition 
also comprises a complexing agent. 

8. A composition according to Claim 1 wherein said composition also 
35 comprises a dispersant. 

9. A method of polishing a substrate comprising a metal and an 
insulator wherein said substrate is pressed against a polishing pad, 
said substrate and said pad are moved relative to each other, and a 

40 polishing composition is applied to said pad during the polishing 

12 
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operation, said polishing composition comprising: water, submicron 
abrasive particles, an oxidant, and an organic polymer which 
attenuates removal of an oxide film said organic polymer having a 
degree of polymerization of at least 3 and having a plurality of 
5 moieties having affinity to surface groups contained on silicon 
dioxide surfaces. 

10. A method according to Claim 9 wherein said moieties are fi-om 
the group consisting of hydroxy, carboxy, carbonyl, alkoxy, 

10 sulphonyl, and phosphonyl. 

1 1 . A method according to Claim 10 wherein said organic compound 
is from the group consisting of poly-vinyl alcohol, poly- 
vinylpyrrolidone, poly-methyl methacrylate, poly-formaldehyde, 

15 poly-ethylene oxide, poly-ethylene glycol, and poly-methacrylic acid. 

12. A composition according to Claim 1 1 wherein said organic 
con^oimd is poly-vinylpyrrolidone. 

20 13. A composition according to Claim 9 wherein said organic 

compound is present in said composition at a concentration less than 
5 weight percent based on the weight of said submicron abrasive 
particles present m said composition. 

25 14. A composition according to Claim 9 wherein said organic 
compound has a molecular weight of greater than 10,000. 

15. A composition according to Claim 9 wherein said conq)osition 
also comprises a complexing agent. 

30 

16. A composition according to Claim 9 wherein said composition 
also comprises a dispersant. 
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